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(d) CALCULATION OF PERCENTAGE OF FIXED
CARBON.

Grammes.

Percentage of coke as found by experiment = 67* 351
Percentage of ash as found by experiment =   6*235

61-116
61*116 = percentage of fixed carbon.

(e) ABSTRACT OF BESULTS.

Grammes.
Fixed carbons                                             =   61-12

Volatile carbon (hydrocarbons, &c.) *       =    28-43
Ash                       '                                      =      6-24

Moisture                                                      =     4*21

', Total                                                = 100-00

ESTIMATION   OF  SULPHUR  IJtf   COAL   OB
COKE.
Weigh  off   9  grammes   of  partly  slaked  lime
which is as free as possible from sulphur and silica.
(The amount of sulphur in the lime must be esti
mated and deducted.)
Place about half of it in a 7 cm. (about 2f inches)
round bottomed porcelain basin.
Weigh off (accurately) 3 grammes of the carefully
selected and finely-powdered sample of coal or coke.
Transfer the weighed sample to the basin.
* By difference.